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9. (Amended) Moulding compositions according to claim 7 
characterised in that the polycarbonates used me those based on 2,2-bis(4- 
hydroxyphenyl) propane and/or 1 J-bis(4-hydroxyphenyl)-3,3,5-trimethyl 
cyclohexane and/or 1,1-bis(4-hydroxyphenyl)-m/p-diisopropyl benzene. 

10. (Amended) Mouldings praduced-frcTmlhe moulding compositions 
according Claim 1 pafii^aj\^Spi\ca\ data stores su^h^^Ds, DVDs and 
developments thereof, solid sheets,Jtwin-wall sheets, automotive glazing, headlamp 
diffusers, lamp covers, mostp^rticulafly preferably CDs, DVDs and developments ^ ^V^*^ 

/ ^ } S ~^ < 

thereof. / / <*L 
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Please add new Claims l/l through 18. 




-11. A thermoplastic molding composition comprising polycarbonate resin 
and 0.005 to 5.0 % relative to /the weight of the composition of at least one 
hydrocarbon in the form of cL . 6 oo -methyl-branched alkane wherein the weight 
proportion of the branches js 5 to 30 percent relative to the weight of carbons in the 
alkane chain. 




12. The polycarbonate molding composition according to Claim 1 1 wherein 
said hydrocarbon is present in an amount of 0.01 to 2.0.% relative to the weight of 
the composition. 

13. The polycarbonate molding composition according to Claim 1 1 wherein 
said proportion is 1X3 to 30 percent. . 



14. The polycarbonate molding composition according to Claim 1 1 wherein 
said hydrocarbon is in the form of Ci 5 _ 10 o -methyl-branched alkane 



15. The polycarbonate molding composition according to Claim 1 1 wherein 
said hydrocarbon is squalane. 
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16. The polycarbonate molding composition according to Claim 1 1 wherein 
the polycarbonate is based on at least/one member selected from the group 
consisting of 4,4'-dihydroxydiphenyl,/1,1-bis(4-hydroxyphenyl) phenyl ethane, 2,2- 
bis(4-hydroxyphenyl) propane, 2,2-l(is(3,5-dimethyl-4-hydroxyphenyl) propane, 1,1- 
bis(4-hydroxyphenyl)-m/p-diisoprobyl benzene, 1 ,1-bis(4-hydroxyphenyl) 
cyclohexane and 1 ,1-bis(4-hydro*yphenyl)-3,3,5-trimethyl cyclohexane. 

1 7. The polycarbonate molding composition according to Claim 1 1 wherein 
the polycarbonate is based op at least one member selected from the group 
consisting of 2,2-bis(4-hydrc/xyphenyl) propane, 1,1-bis(4-hydroxyphenyl)-3,3,5- 
trimethyl cyclohexane and/l,1-bis(4-hydroxyphenyl)-m/p-diisopropyl benzene. 

18. A molded article comprising the composition of Claim 1 1 .-- 
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